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Description 

The present invention relates to a method for 
producing small, spherical polymer particles from 
systems containing two liquid phases, the one 
phase of which contains one or more dissolved 
substances and is dispersed in the form of small 
droplets in the other phase to form an emulsion, 
whereafter the droplets are caused to solidify. 

A large number of methods of the above men- 
tioned type are known in the art. The known meth- 
ods differ from one another mainly in applying 
different principles to convert the droplets to a solid 
(insoluble) form. 

For example, DE-B-1 443 359 discloses a 
method in which the substance dissolved in the 
one phase comprises a polysaccharide and the 
droplets are converted to a solid form (gel form) by 
adding a cross-linking agent, thereby to form a 
cross-linked polysaccharide, which precipitates. 

In another known method, which is disclosed in 
US-A-3 634 394, the dissolved substance used is 
one, the solubility of which is dependent on pH, 
and precipitation (conversion of the droplets to 
solid form is effected by changing the pH-value. 

According to US-A-4 061 466, which discloses 
another known method of the aforesaid kind, the 
dissolved substances constitute the monomers of a 
polymerisation system and the conversion of the 
droplets to a solid form is effected by polymerising 
the monomers to form an insoluble polymer. 

In all of the known methods the one phase is 
an aqueous phase and the other phase comprises 
an organic solvent that is waterimmiscible, which 
results in certain drawbacks. 

For example, the handling of this kind of or- 
ganic solvents is not very desirable from the as- 
pects of environmental care and the welfare of the 
working personnel involved. In many instances the 
use for which the particulate product produced is 
intended (e.g. therapeutical purposes) requires the 
product to be carefully purified in order to remove 
the last residues of solvent. 

In other instances the produced particles, or 
biologically active molecules encapsulated in the 
particles or otherwise immobilized, may be damag- 
ed by the organic solvent 

Consequently, it is an object of this invention to 
provide a method of the aforesaid kind which is 
carried out with the use of a two-phase liquid 
system which is substantially less harmful than the 
two phase systems previously used and which 
enables immobilized substances sensitive to or- 
ganic solvents to be produced without damaging 
said substances. 

This object Is achieved in accordance with the 
present invention by a method of the aforesaid kind 
which is characterized by using two mutually im- 



miscible aqueous phases as the liquid phases. 

Systems comprising two or more mutually im- 
miscible aqueous phases have previously been 
used in the separation of macromolecular sub- 
s stances, vide for example EP-B1-0 011 837 and 
US-A-3 897 414. 

In aqueous two-phase systems of this kind, 
each phase normally has at least one polymer 
dissolved therein. Examples of such two-phase 

w systems of polymeric aqueous solutions are: 
Dextran/water-soiuble copolymer of sucrose and 
epichlorohydrin (Ficoll ®) / water, dextran / hydrox- 
ypropyi dextran / water, polyethylene glycol / dex- 
tran sulphate / water, dextran /polyethylene glycol / 

75 water, polypropylene glycol / methoxy polyethylene 
glycol / water, polypropylene glycol / polyethylene 
glycol / water, polypropylene glycol / polyvinyl al- 
cohol / water, polypropylene glycol / polyvinylpyr- 
rolidone /water, polypropylene glycol / hydrox- 

zo ypropyl dextran / water, polypropylene glycol / 
dextran / water, polyethylene glycol /polyvinyl al- 
cohol / water, polyethylene glycol / polyvinylpyr- 
rolidone / water, polyethylene glycol / Ficoll ® / 
water, polyethylene glycol / soluble starch / water, 

25 polyethylene glycol / glycogen / water, polyvinyl 
alcohol / methyl cellulose / water, polyvinyl alcohol 
/ hydroxypropyl dextran /water, polyvinyl alcohol / 
dextran / water, polyvinylpyrrolidone / methylcel- 
lulose / water, polyvinylpyrrolidone /dextran / water, 

30 methylcellulose /hydroxypropyl dextran /water, 
methylcellulose / dextran / water, and ethylhydrox- 
yethyl cellulose / dextran / water. 
/ Other groups of aqueous two-phase liquid sys- 
tems are: At least one polymer / at least one salt / 

35 water, and at least one polymer / at least one 
water-miscible organic solvent / water. The salt 
may be an inorganic or organic salt, which is 
soluble in water, for example a sulphate, a phos- 
phate or a chloride, for example magnesium sul- 

40 phate, potassium phosphate or sodium chloride. 
Examples of water-soluble organic solvents which 
can be used in aqueous two-phase systems in 
conjunction with the method according to the in- 
vention are propyl alcohol, glycerol, ethanol, ac- 

45 etone, and isopropyl alcohol. 

It is possible in some of the above systems to 
convert the polymeric component of one phase to 
a solid form. When using other systems, there can 
be used a third polymeric component which dis- 

so solves in one of the two phases and can then be 
solidified. 

In those instances where a third polymeric 
component is present, there is chosen a two-phase 
system in which the major part of this component 
55 is partitioned in the one phase. In addition, the 
polymer in the phase which incorporates the major 
part of said component is preferably physiologically 
innocuous when the end product is to be used for 
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therapeutical purposes, since the aforesaid polymer 
will be present in the end product. 

The conversion of the droplets with the sub- 
stance dissolved therein to a solid state In the 
method according to the invention can be effected 
with both physical and chemical methods, the 
method to be chosen being dependent on the 
nature of dissolved substance chosen. 

According to one embodiment of the method 
according to the invention a substance which is 
moderately soluble in water is used as a dissolved 
substance in the phase to be dispersed to the form 
of small droplets, and the droplets are solidified by 
removing water therefrom. 

Examples of substances which can be used in 
this respect are starch ( agar, gelatin, pectin, col- 
iagen, carrageenan and fibrin. 

Water can be removed from the dispersed 
phase by disturbing the equilibrium of the two- 
phase system, wherewith the system strives to 
achieve a new equilibrium, by transferring water 
from the dispersed phase to the continuous phase, 
which results in the precipitation of the substance 
or substances of moderate solubility in water 
present In the dispersed phase when the solubility 
of the substance or substances is exceeded. 

One way to achieve removal of water from the 
dispersed phase comprises the application of 
methods such as evaporation, • dialysis or ultrafil- 
tration. 

Evaporation increases the content of osmoti- 
cally active substances in the continuous phase 
("solvent evaporation"). The evaporation process 
can be effected by heating the system while stir- 
ring the same. If desired, the process can also be 
carried out at reduced pressure. 

When dialysis is utilized a concentration of 
osmotically active components is also taking place. 
To this end there is used a membrane which is 
permeable solely to water, which also allows the 
water content of the dispersed phase to be ac- 
curately controlled. 

The same result is achieved with ultrafiltration. 

Another way to achieve removal of water from 
the dispersed phase comprises the addition of sub- 
stances to the continuous phase, which results in 
the transfer of water to the dispersed phase, e.g. 
by osmosis. 

For example, when polyethylene glycol is the 
polymer in the continuous phase (the outer phase) 
further polyethylene glycol is primarily added 
thereto, this addition suitably being in the form of 
an aqueous solution having a higher polyethylene 
glycol content than the solution originally used for 
this phase. The addition, however, may also com- 
prise an aqueous solution of sodium chloride or 
other osmosis-elevating salts of magnesium, zinc, 
and other metals. 



Subsequent to the formation of the particles in 
gel form, further water can be extracted from the 
gel particles by adding a water-miscible solvent, 
such as ethanol and acetone. 
5 The two-phase system may also be prepared 
by dissolving each of the two polymers which are 
to enter their own particular phase separately in 
water, the concentration of the polymers in respec- 
tive solutions being chosen so that when the solu- 
10 tions are stirred together to form an emulsion water 
will pass from the inner phase (the dispersed 
phase) to the outer phase. 

When practising this embodiment, polyethylene 
glycol is preferably used as the polymer in the 
15 continuous phase, the average molecular weight 
(M w ) of the polyethylene glycol normally being 
chosen from the range 100-2 000 000 (100-2 000 
000 Daltons). 

The concentration chosen for the polymers in 
20 the two phases is governed partly by the desire to 
form a two-phase liquid system and partly by the 
desire to obtain a high polymer concentration in the 
dispersed phase, so that only a small amount of 
water need be removed in order for the polymer 
25 particles to precipitate. Suitable concentrations can 
be most readily established in each particular case 
by simple experimentation, where both polymers 
are dissolved in water. 

In this respect, it is beneficial to establish a 
30 suitable (high) concentration for the polymer which 
is to form the inner phase and to vary the concen- 
traiton of the other polymer for achieving a two- 
phase system. 

Generally speaking, when proceeding in accor- 
35 dance with the invention, the amount of polymer 
incorporated in the continuous phase shall be suffi- 
ciently high to provide a clearly defined two-phase 
system, and no advantage is gained by adding 
polymer over and above this amount 
40 According to another embodiment of the meth- 
od of the invention, methyl cellulose or one or 
more proteins is used as a substance dissolved in 
the dispersed phase, and the conversion of the 
droplets to solid form is achieved by heating the 
45 system. 

This embodiment is based on the fact that 
certain polymers phase-separate at temperatures 
above the theta-temperature. In this embodiment 
the polymer solution is dehydrated during the 
so phase separation and the dispersed phase is 
precipitated as solid particles. 

When the polymer in the dispersed phase is 
methyicellulose, the polymer in the continuous 
phase may be, for example, polyvinylpyrrolidone, 
55 polyvinyl alcohol, hydroxypropyl dextran or dex- 
tran. 

The polymers are preferably dissolved sepa- 
rately and the separate solutions then mixed to- 
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gether in a manner known per se while stirring, to 
form a dispersion. The temperature of the disper- 
sion is then gradually raised until particles have 
formed or until the temperature approaches boiling 
point e.g. to 95* C. The formed beads are sepa- 
rated by centrifugation or filtration, which is prefer- 
ably carried out in a warm environment to prevent 
re-dissolution of the methylcellulose, whereafter the 
particles are dried. 

Suitable concentrations of the polymers in the 
two phases can be established by simple experi- 
mentation in the same manner as that described 
with the embodiment in which the dispersed phase 
was converted to solid form by removing water 
from said phase. 

When the polymer used in the dispersed phase 
comprises one or more proteins, ft is assumed that 
the system is heated in a manner to denature the 
proteins so that they solidify. Naturally, this method 
is not applied when wishing to retain the protein in 
the state of not being denatured. 

The polymer used in the continuous phase is 
primarily polyethylene glycol, although other poly- 
mers, such as dextran and polyvinyl alcohol, can 
also be contemplated. The average molecular 
weight (M w ) of the polyethylene glycol used is 
normally chosen from the aforesaid range of 100-2 
000 000 (100-2 000 000 Daltons). 

To facilitate the formation of a two-phase sys- 
tem, it may be necessary to use the protein to- 
gether with another polymer, such as dextran, for 
example, with an average molecular weight of 40 
000 - 2 000 000 (40 000 - 2 000 000 Daltons). 
Methylcellulose is another polymer which can be 
used in this context. 

The formation and isolation of the particles is 
effected in a way analogously with that described 
above with reference to methylcellulose. 

According to a third embodiment of the method 
according to the invention a polymer whose solubil- 
ity in water is highly dependent on temperature is 
used as a dissolved substance, and conversion of 
the droplets to solid form is effected by cooling the 
system. 

Examples of suitable polymers in the dispersed 
phase in this respect are starch, agar, gelatin, 
pectin, and carrageenan. The starch can be of 
various types and starch derivatives can also be 
used, provided that they are capable of forming 
geis in water. 

The polymer is dissolved in water at high tem- 
perature, preferably at the highest possible tem- 
perature with regard to respective polymers, and to 
a concentration as close as possible to the solubil- 
ity limit of the polymer. 

Generally speaking, the polymer used in the 
continuous phase may be any polymer capable of 
forming a two-phase system with the polymer in 



the inner-phase, provided that it does not behave in 
the same manner as this latter polymer when sub- 
jected to changes in temperature. When the poly- 
mer in the dispersed phase is starch, the polymer 
s in the continuous phase is primarily polyethylene 
glycol having the aforesaid average molecular 
weight. 

The polymer intended for the continuous phase 
is dissolved separately and the solution is brought 

70 to a temperature which will prevent the solution 
intended to form the dispersed phase from cooling 
too rapidly when stirred together with the first men- 
tioned solution to form a two-phase system in the 
form of a dispersion. The system is then allowed to 

75 cool, wherewith the polymer in the dispersed phase 
graduaiiy precipitates. When the mixture has 
reached room temperature, the particles are iso- 
lated, e.g. by filtration. Optionally, a dehydrating 
agent, such as ethanol or acetone, can be added to 

so the cooling mixture prior to filtration. 

According to a fourth embodiment of the meth- 
od according to the invention a polymer which 
possesses hydroxy! groups and/or amino groups or 
groups containing the structure CH2 = CH- is used 

25 as a dissolved substance and the droplets are 
solidified by a cross-linking reaction. 

In this regard, the hydroxyl-group containing 
polymers are primarily polysaccharides. The com- 
pounds can be cross-linked with the aid of bifunc- 

30 tional cross-linking agents, such as a Afunctional 
glycerol derivative of the kind dichlorohydrin or- 
dibromohydrin or corresponding epoxide com- 
pounds obtainable by ''splitting off hydrogen 
halides, i.e. epichlorohydrin or epibromohydrin, or a 

35 diepoxide, such as 1 ,2-3,4-diepoxybutane for ex- 
ample. 

For example, when the polymer in the dis- 
persed phase is dextran sulphate, the outer phase- 
may comprise an aqueous solution of a salt which 

40 forms a two-phase system with dextran sulphate. 
Cross-linking can be effected by adding an ethanol 
solution of epichlorohydrin. 

Examples of polymer substances containing 
amino groups for use with this embodiment of the 

46 invention are polypeptides, including proteins. 
These substances can be cross-linked with the aid 
of methods known per se, for example with glutaric 
aldehyde or formaldehyde as the cross-linking 
agent. 

50 In this case, the polymer in the continuous 
phase is preferably polyethylene glycol. 

The polymer for the continuous phase and the 
polypeptide are dissolved separately in water, pref- 
erably at room temperature. The solutions are then 

55 brought together while stirring to form a two-phase 
system, in which the solution containing the poly- 
peptide forms a dispersed phase. When the two- 
phase system has developed, an aqueous solution 
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of the cross-linking agent is added with continued 
stirring. The cross-linking reaction is normally ef- 
fected at room temperature, it is also possible to 
work at a slightly elevated temperature, although 
when the system contains a biologically active sub- 
stance whose activity is to be retained, the system 
shall not be heated to a temperature of such mag- 
nitude as to destroy this activity. 

The resultant solid product is isolated by con- 
ventional methods, such as filtration, and then 
dried. 

Examples of polymers exhibiting groups which 
contain the structure CH 2 = CH- for use in this 
embodiment of the invention include acryl-substi- 
tuted polysaccharides, such as acryldextran, aery I- 
starch, sto. 

The polymer used in the continuous phase in 
this respect is preferably polyethylene glycol 
(average molecular weights as with the earlier men- 
tioned embodiments where this polymer is used), 
although other polymers may also be contemplated 
for this use, for example methylcellulose in case of 
acryldextran in the dispersed phase. 

The polymers are dissolved separately in water 
and the solution for the dispersed phase is stirred 
into the outer solution, suitably at room tempera- 
ture, to form a dispersion. Subsequent to producing 
the two-phase system, there is added an aqueous 
solution of a substance which catalyses the cross- 
linking reaction, such as ammonium peroxosul- 
phate and N.N.N'.N'-tetramethylethylenediamine for 
example.Subsequent to the termination of this reac- 
tion, the resultant particles are isolated in a conven- 
tional manner, e.g. by centrifugation or filtration. 

According to a fifth embodiment of the method 
according to the Invention, a polymer whose solu- 
bility is greatly dependent on pH is used as a 
dissolved substance, and the droplets are con- 
verted to a solid form by changing the pH of the 
dispersed phase. 

Examples of polymers whose solubility in water 
is greatly dependent on pH, and which can there- 
fore be used with this embodiment, include alginic 
acid, carboxymethylcellulose, celluloseacetateph- 
thalate, pectin and starch. 

In this embodiment the polymer used in the 
continuous phase is preferably polyethylene glycol 
(average molecular weight as above) to which so- 
dium chloride is added. Other polymers can also 
be used in this context. For example, when the 
polymer in the dispersed phase is carboxymethyl- 
cellulose, the continuous phase may comprise 
polypropylene glycol, methoxypolyethylene glycol, 
polyvinyl alcohol, polyvinylpyrrolidone, methylcel- 
lulose, ethylhydroxyethylcellulose, or hydropropyl 
dextran, sodium chloride being added in all cases. 

When preparing the polymer solution for the 
dispersed phase, it may be necessary to add an 



alkaline substance, preferably sodium hydroxide, in 
order to provide a pH at which the polymer will 
dissolve. 

The polymer solution for the dispersed phase 
5 is made as highly the concentration may be de- 
cided by the viscosity of the solution, in addition to 
the solubility of the polymer. 

The aqueous solutions for the two phases are 
preferably prepared separately and then brought 
ro together, the solution for the dispersed phase pref- 
erably being added to the other solution while 
stirring to form a dispersion. 

When the two-phase system has been formed 
there is added dropwise a dilute acid, preferably an 
75 inorganic acid such as hydrochloric acid, while 
continuing to stir the system until the dispersed 
phase has solidified. All operations are preferably 
carried out at room temperature. 

The resultant particles are isolated in a conven- 
20 tional manner, for example by centrifugation or 
filtration. 

According to a sixth embodiment of the meth- 
od according to the invention a polymer which 
forms a sparingly soluble salt with a preferably 

25 non-toxic counter-ion is used as a dissolved sub- 
stance, and the droplets are converted to a solid 
form by adding such a counter-ion. 

Examples of polymers which can be used with 
this embodiment of the method according to the 

30 invention include electrically charged polymers, 
such as sodium alginate, capable of forming spar- 
ingly soluble salts with one or more of the ions 
Ca 2+ , K + etc. Examples of other polymers which 
can be used include pectin and carrageenan; which 

35 form a gel with one or more of the ions K + , Ca 2+ , 
Cs + and Rb + . 

The polymer primarily used in the continuous 
phase is polyethylene glycol (average molecular 
weight as above). 

40 The aqueous solutions for respective phases 
are preferably prepared separately and then 
brought together, the solution for the dispersed 
phase preferably being added to the other solution 
while stirring to form a dispersion. 

45 Subsequent to the formation of the two-phase 
system there Is added thereto an aqueous solution 
of a water-soluble salt containing the ion which 
forms a sparingly soluble salt with the polymer in 
the dispersed phase. When the ion in question Is a 

50 metal ion, the salt used is normally a chloride, 
provided that it is soluble in water. 

The particles formed are isolated in a conven- 
tional manner, for example by centrifugation or 
filtration. 

55 All operations are advantageously carried out 
at room temperature. 

According to a seventh embodiment of the 
method according to the invention at least one 
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substance which constitutes a component in a sys- 
tem of at least two substances which react with 
each other to form a conjugate or complex which 
will not dissolve in an aqueous medium is used as 
a dissolved substance, and the droplets are solidi- 
fied with the aid of the remaining components 
present in said system. 

Systems which may be contemplated in this 
context are. for example, antigen-antibodies, 
heparin-protamines, proteinsnegatively charged 
hydrocolloids, etc. In the case of low contents, 
there is preferably added an auxiliary poiymer, 
such as dextran, to facilitate the formation of the 
two-phase system. 

The polymer primarily contemplated for use in 
the continuous phase is poiyethyiene giycoi 
(average molecular weight as above). 

A solution of one of the components of the 
aforesaid system and a solution of the polymer for 
the continuous phase are prepared separately 
whereafter the two solutions are brought together, 
the solution for the dispersed phase preferably 
being added to the other solution while stirring to 
form a dispersion. 

Subsequent to forming the dispersion there is 
added thereto an aqueous solution of the remaining 
components of the system. 

The resultant particles are isolated in a conven- 
tional manner, for example by centrifugation or 
filtration. 

All these operations are advantageously carried 
out at room temperatures. 

According to an eighth embodiment of the 
method according to the invention, the droplets are 
converted to solid form by splitting-off hydrophilic 
substituents from and/or introducing hydrophobic 
substituents into the dissolved substance. 

The structural change to the polymer in the 
dispersed phase can be effected by chemical or 
enzymatical methods. 

In principle, this embodiment is carried out by 
dissolving the polymers of the two phases sepa- 
rately in water and then bringing the two solutions 
together, while stirring to form a dispersion. When 
the dispersion has been formed there is added 
thereto an aqueous solution of the chemical 
reagent or the enzym which produces the structural 
change of the polymer in the dispersed phase, to 
form a water-insoiuble substance. The resultant 
particulate solid is isolated in a conventional man- 
ner, for example by centrifugation or filtration. 

The particle size of the solid particles obtained 
can be controlled in all of the aforesaid embodi- 
ments in a manner known per se, for example by 
stirring with varying intensities or by selecting suit- 
able viscosities for the various phases. In the case 
of the system polyethylene giycol-starch the par- 
ticle size can also be regulated by selection of the 



molecular weight of the polyethylene glycol, a poly- 
ethylene glycol of higher molecular weight provid- 
ing larger particles. 

The particles produced when practising the in- 
5 vention are mainly amorphous.ffhey contain in 
general more than 80 % amorphous material). 

In accordance with a further aspect of the 
invention, one or more substances, which are Inert 
during the process of converting the droplets to a 
to solid form and which preferably are macro- 
molecular substances, may be included as dis- 
solved substances in the dispersed phase and be 
enclosed or entrapped in the particles as they 
form. 

is In addition, also whole (living) cells, cell or- 
ganelles, solid particles or small oil droplets can be 
encapsulated when practising the invention. 

With this encapsulation of substances in par- 
ticle form or in the form of an emulsion droplet, the 

20 particle or emulsion droplet is provided with a 
casing or sheil of the polymer which, in accordance 
with the invention, is intended to be converted to a 
solid form (to a particle). The substance to be 
encapsulated in the particle is then dispersed ei- 

25 ther in a solid form or in the form of oil droplets in 
a solution of said polymer. Particles, with encap- 
sulated component in solid form or in oil form, are 
then formed with the aid of one of the aforedescrib- 
ed embodiments of the method according to the 

30 invention. 

In addition, low molecular substances can be 
incorporated in the particles by chemically binding 
the component to be incorporated to the particle- 
forming polymer by covalent or ion bonds. It is also 

35 possible to bind smaller molecules to a water- 
soluble ion-exchange substance, whereafter the 
ion-exchange substance is incorporated physically 
in the particles. 

Low molecular substances which can be incor- 

40 porated in this way may have the form of, for 
example, medicaments, vaccines or insecticides. 
When encapsulating heat-sensitive substances, the 
substances should not, of course, be heated to 
harmful temperatures. 

45 The invention will now be illustrated in more 
detail with the aid of a number of non-limitative 
working examples. 

EXAMPLE 1 

so Preparation of spherical particles of starch 

2 g potato starch were dissolved in 45 ml of 
water at 90° C f to form a first solution which was 
brought to room temperature. A second solution 
55 was prepared by dissolving 5 g of polyethylene 
giycoi (fvT w = 6000). The starch solution was then 
while stirring to form an emulsion. When the two- 
phase system had formed, the osmolality of the 
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outer phase was increased by adding a solution of 
10 g of polyethylene glycol in 40 ml water. 

10 minutes after completing the addition of 
polyethylene glycol solution the resultant starch 
particles were filtered off and then slurried in 100 
ml of acetone. The slurry was then filtered and the 
starch particles were laid out to dry in air. 
Yield 90 %. 

EXAMPLE 2 

Preparation of spherical particles of methylcellulose 

A first solution was prepared from 3 g of meth- 
yl cellulose (MC 4000 from Dow Chemical Co., 
USA) in 47 ml of water, and a second solution from 
3 g of dextran (?£ w = 70 Q0G) in 47 ml cf water at 
room temperature. The solution of methylcellulose 
was added to the dextran solution while stirring, to 
form an emulsion. When the two-phase system 
(with the methylcellulose solution as the inner 
phase) had formed, the temperature of the system 
was gradually raised to 60 "C over a period of 30 
minutes. When this temperature was reached, the 
inner phase had converted to a particle form. 100 
ml of water heated to a temperature of 60 *C were 
then added, whereafter the particles were filtered- 
off and dried in a drying cabinet at 60 " C. 
The yield was 85 %. 

EXAMPLE 3 

The preparation of spherical particles of albumin 



A first solution was prepared from 1 g of bo- 
vine serum albumin and 5 ml of water, and a 
second solution from 9 g of polyethylene glycol 
(M w = 6 000) and 20 ml of water at room tempera- 
ture. 

In a manner analogous with Example 2 the two 
solutions were brought together and particles 
formed by heating, whereafter the particles were 
isolated and dried. 

As an alternative, particles can be produced 
without heating, if the dispersed phase is dehy- 
drated with a watermiscible solvent, such as 
ethanol, acetone, etc. 

EXAMPLE 4 

The preparation of spherical particles of starch 

5 g potato starch were dissolved in 95 ml of 
water at about 90° C. A second solution was pre- 
pared from 3 g of polyethylene glycol (ffl w = 6000) 
and 47 ml of water. This solution was heated to 
about 70 °C, whereafter the warm starch solution 
was added while stirring, to form an emulsion. 
When the two-phase system had formed (with the 
starch solution as the inner phase) the mixture was 
allowed to cool to room temperature under contin- 



ued stirring, wherewith the inner phase was con- 
verted to gel particles. The particles were filtered 
off at room temperature and slurried in 100 ml of 
ethanol, whereafter the particles were again filtered 
5 off and laid to dry in air. 
The yield was 90 %. 

EXAMPLE 5 

Tne Preparation of spherical particles of car- 
10 rageenan 

A first solution was prepared from 2 g of car- 
rageenan and 48 ml of water at about 65* C, and a 
second solution was prepared from 5 g of polyeth- 

75 ylene glycol (M w = 6000) and 45 ml of water. The 
polyethylene glycol solution was heated to about 
60 *C, whereafter the warm carrageenan solution 
was added while stirring, to form an emulsion. 
When the two-phase system (with the carrageenan 

20 solution as the inner phase) had formed, the mix- 
ture was allowed to cool to room temperature un- 
der continued stirring, wherewith the inner phase 
was converted to particle form. The particles were 
isolated in a corresponding manner to the starch 

25 particles of Example 4. 
The yield was 95 %. 

EXAMPLE 6 

The preparation of spherical particles of cross- 
30 linked dextran 

A first solution was prepared from 5 g of acryl- 
dextran (M w = 40 000) and 45 ml of water. / 
(Acryldextran is dextran chains which have been 

35 derivated with acryl groups, these latter being ca- 
pable of reacting to form cross-links, therewith to 
provide an insoluble gel. For the preparation of 
acryl dextran see P. Edman et aJ. J. Pharm.Sci. 69 
No. 7 1980). A second solution was prepared from 

40 7 g of polyethylene glycol (M w = 6000) and 45 ml 
of water. The acryl dextran solution was added to 
the polyethylene glycol solution at room tempera- 
ture while stirring, to form a dispersion. When the 
two-phase system had been formed (with the acryl 

45 dextran solution as the inner phase), there were 
added a few droplets of an aqueous solution com- 
prising 500 mg of ammoniumperoxodisulphate per 
ml of water. A few drops of N.N.N'.N 1 - 
tetramethylethylenediamine were then added. This 

so catalyst system initiated the crosslinking reaction, 
which was allowed to proceed for 15 minutes. The 
particles were filtered off upon completion of the 
reaction. 

The yield was 95 %. 

55 

EXAMPLE 7 

The preparation of spherical particles of alginic 
acid 
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A first solution was prepared by dissolving 2 g 
of sodium alginate in 45 ml of water, and a second 
solution by dissolving 2 g of sodium chloride and 5 
g of polyethylene glycol (M w * 6000) in 43 ml of 
water. The alginate solution was added to the poly- 5 
ethylene glycol solution at room temperature while 
stirring, to form an emulsion. When the two-phase 
system had formed (with the alginate solution as 
the inner phase), 5 ml of 1N HCI were added 
dropwise, wherewith the inner phase was converted w 
to particle form. -The resultant particles of alginic 
acid were isolated by filtration. Drying was carried 
out in a corresponding manner to Example 4, by 
slurrying in ethanol, filtration and air-drying. 
The yield was 85 %. ;s 



A first solution was prepared by dissolving 0,2 
g of fibrinogen in 20 ml of physiological saline, and 
a second solution was prepared by dissolving 1 g 
of polyethylene glycol (M w = 6000) in 20 ml of 
water. The fibrinogen solution was added to the 
polyethylene glycol solution while stirring, to form a 
dispersion. When the two-phase system had been 
formed (with the fibrinogen solution as the inner 
phase) there were added a few drops of an aque- 
ous solution of thrombin, wherewith the inner phase 
was converted to a fibrin gel. The thus obtained 
particies were dehydrated with ethanol and isolated 
by filtration or centrifugation. 

Claims 



EXAMPLE 8 

The preparation of spherical particles of calcium 
alginate 

20 

A first solution was prepared by dissolving 2 g 
of sodium alginate in 48 ml of water, and a second 
solution by dissolving 2 g of sodium chloride and 5 
g of polyethylene glycol (ffl w = 6000) in 43 ml of 
water. The alginate solution was added to the poly- 25 
ethylene glycol solution at room temperature while 
stirring, to form an emulsion. When the two-phase 
system had been formed (with the alginate solution 
as the inner phase) 5 ml of 1 M CaCI 2 were added 
dropwise to the system, wherewith the inner phase 30 
was converted to particle form. The thus obtained 
particles of calcium alginate were isolated by filtra- 
tion. The particles were dried in a drying cabinet at 
35 "C. 

The yield was 85 %. 35 
EXAMPLE 9 

The preparation of spherical particels of pectin gel 

A first solution was prepared by dissolving 2,5 40 
g pectin, lightly esterified with methoxy groups, in 
47,5 ml of water, and a second solution by dissolv- 
ing 5,0 g of polyethylene glycol (Sf w = 6000) and 2 
g of sodium chloride in 43,0 ml of water. The 
pectin solution was added to the polyethylene giy- 45 
col solution at room temperature while stirring, to 
form an emulsion. When the two-phase system had 
been formed (with the pectin solution as the inner 
phase) 5 ml of 1 M CaCfe were added dropwise, 
wherewith the inner phase was converted to a so 
particle form. The thus obtained particles of pectin 
gel were isolated by filtration and dried in a drying 
cabinet at 35 °C 
The yield was 85 %. 

55 

EXAMPLE 10 

The preparation of spherical particles of fibrin 



1. A method of producing small spherical poly- 
mer particles from systems containing two liq- 
uid phases, the one phase of which contains 
one or more dissolved substances and is dis- 
persed in the form of small droplets in the 
other phase to form an emulsion, whereafter 
the droplets are caused to solidify, character- 
ized by using two mutually immiscible aque- 
ous phases as the liquid phases. 

2. A method according to Claim 1 , characterized 
by using as a dissolved substance in said one 
phase a substance which has a moderate solu- 
bility in water; and by causing the droplets to 
solidify by removing water from the same. 

3. A method according to Claim 1 , characterized 
by using as a dissolved substance in said one 
phase methylcellulose or one or more proteins, 
and by effecting the conversion of the droplets 
to a solid form by heating the system. 

4. A method according to Claim 1 , characterized 
by using as a dissolved substance a polymer 
whose solubility in water is greatly dependent 
on temperature; and by effecting the conver- 
sion of the droplets to a solid form by cooling 
the system. 

5. A method according to Claim 1 , characterized 
by using as a dissolved substance a polymer 
exhibiting hydroxyl groups and/or amino 
groups or groups containing the structure CH Z 
= CH-; and by effecting the conversion of the 
droplets to a solid form by means of a cross- 
linking reaction. 

6. A method according to Claim 1 , characterized 
by using as a dissolved substance a polymer 
whose solubility is greatly dependent on pH; 
and by effecting the conversion of the droplets 
to a solid form by altering the pH-value of the 
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dispersed phase. 

7. A method according to Claim 1, characterized 
by using as a dissolved substance a polymer 
which forms a sparingly soluble salt with a 
counter-ion, preferably a non-toxic counter-ion; 
and by effecting the conversion of the droplets 
to a solid form, by adding such counter-ion to 
the system. 

8. A method according to Claim 1, characterized 

by using as a dissolved substance at least one 

substance which constitutes a component in a 

system of at least two substances which react 

with one another to form a conjugate or Corn- 
el,* u:»u :~ r^^^i. .ui-. ;„ nn 

piOA VVMJltll IO II Ml till UCjUOWUt? III^MIWIII, 

and by effecting the conversion of the droplets 
to a solid form with the aid of remaining com- 
ponents in said system. 

9. A method according to Claim 1, characterized 
in that the conversion of the droplets to a solid 
form is effected by spiitting-off hydrophilic 
substituents from and/or introducing hydropho- 
bic substituents into the dissolved substance. 

10. A method according to any of the preceding 
claims, characterized in that one or more sub- 
stances, preferably macromolecuiar sub- 
stances, which are inert during conversion of 
the droplets to solid form, are included as 
dissolved substances in the dispersed phase 
and enclosed or entrapped in the particles 
during the formation thereof, or that whole 
cells, cell organelles or solid particles or small 
oil droplets are dispersed in the dispersed 
phase and encapsulated in the particles as 
they are formed. 

Revendlcations 



3. Un proced£ selon la revendication 1 , caract^ri- 
se par Putilisation, comme substance dissoute 
dans ladite premiere phase, de mdthylcellulose 
ou d'une ou plusieurs prolines, et en ce qu r on 

s effectue la conversion des gouttelettes en une 
forme solide par chauffage du sysfeme. 

4. Un proc6d6 selon la revendication 1, caracteri- 
se 1 par ('utilisation, comme substance dissoute, 

10 d'un polym&re dont la solubility dans I'eau est 
fortement dSpendante de la temperature ; et 
en ce qu'on effectue la conversion des goutte- 
lettes en une forme solide en refroidissant le 
systeme. 
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se par Putilisation, comme substance dissoute, 
d'un polymere presentant des groupes hy- 
droxyle et/ou des groupes amino ou des grou- 
pes contenant la structure Cf-fe = CH- ; et en 
ce qu'on effectue la conversion des gouttelet- 
tes en une forme soiide a I'aide d'une reaction 
de reticulation. 

Un procede selon la revendication 1 , caract£ri- 
s6 par I'utilisation, comme substance dissoute, 
d'un polymere dont la solubility est fortement 
dependants du pH ; et en ce qu'on effectue la 
conversion des gouttelettes en une forme soli- 
de par changement de la vaieur du pH de la 
phase dispersee. 

Un proced6 selon la revendication 1 , caract£ri- 
s£ par Putilisation, comme substance dissoute, 
d'un polymere qui forme un sel difficilement 
soluble avec un contre-ion, de preference, un 
contre-ion non-toxique ; et en ce qu'on effec- 
tue la conversion des gouttelettes en une for- 
me solide par addition d'un tel contre-ion au 
sy steme. 



Proced6 de fabrication de petites particules 
sphSriques de polymere a partir de systemes 
contenant deux phases liquides, dont Tune 
contient une ou plusieurs substances dissoutes 
et est dispersee sous la forme de petites gout- 
telettes dans Pautre phase pour former une 
Emulsion, aprfes quoi les gouttelettes sont 
amen£es a se solidifier, caract£ris£ par ['utili- 
sation de deux phases aqueuses non-miscibles 
entre eiles en tant que phases liquides. 

Un proc£d£ selon la revendication 1, caract£ri- 
s6 par I'utilisation, comme substance dissoute 
dans ladite premiere phase, d'une substance 
qui presents une solubility moder^e dans I'eau 
; et en ce qu'on amene les gouttelettes a se 
solidifier en eliminant I'eau de ces dernieres. 



8. Un procedS selon la revendication 1 , caracteri- 
$6 par Putilisation, comme substance dissoute, 
d'au moins une substance qui constitue un 

45 composant dans un systeme d'au moins deux 
substances qui rSagissent I'une avec Pautre 
pour former un conjugue 1 ou complexe qui est 
insoluble dans un milieu aqueux ; et en ce 
qu'on effectue la conversion des gouttelettes 

so en une forme soiide a Paide de composants 
restants dudit systeme. 

9. Un procede selon la revendication 1 , caract£ri- 
se en ce que la conversion des gouttelettes en 

55 une forme solide est effectude par ciivage de 
substituants hydrophiles a partir de, et/ou intro- 
duction de substituants hydrophobes dans la 
substance dissoute. 
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10. Un procede selon Tune des revendications 
prec^dentes, caracteris^ en ce qu'une ou plu- 
sieurs substances, de pr§f6rence, des substan- 
ces macromolSculaires, qui sont inertes pen- 
dant la conversion des gouttelettes en la forme s 
solide, sont incluses en tant que substances 
dissoutes dans la phase dispersee et enter- 
mees ou plegees dans les particules pendant 
leur formation, ou que des cellules entires, 
des organites cellulaires ou des particules soli- 10 
des ou des petltes gouttelettes d'huile sont 
dispersees dans la phase dispersee et encap- 
suiSes dans les particules au fur et h. mesure 
qu'elles se forment. 

75 

Fatentanspruche 

1. Verfahren zur Erzeugung kleiner sparischer 
Poiymerpartikel aus Systemen, die zwei FlUs- 
sigkeitsphasen enthaJten, von denen die eine 20 
Phase eine Oder mehrere geloste Substanzen 
enthSIt und in der Form von kleinen Tropfen in 

der anderen Phase dispergiert ist, urn eine 
Emulsion zu bilden. worauf eine Verfestigung 
der Tropfen bewirkt wird, 25 
dadurch gekennzeichnet, daB zwei gegensei- 
tig unmischbare wSssrige Phasen als die flGs- 
sigen Phasen verwendet werden. 

2. Verfahren nach Anspruch 1 , 30 
dadurch gekennzeichnet, da/3 als eine gelo- 
ste Substanz in der genannten einen Phase 
eine Substanz verwendet wird, die eine maBige 
Losbarkeit in Wasser aufweist, und daB die 
Verfestigung der Tropfen durch Entfernen von 35 
Wasser von den Tropfen bewirkt wird. 

a Verfahren nach Anspruch 1 , 

dadurch gekennzeichnet, daB als eine gelo- 
ste Substanz in der einen Phase Methylzellulo- 40 
se Oder ein oder mehrere Proteine verwendet . 
werden, und daB die Umwandlung der Tropfen 
in eine teste Form durch Erwarmen des Sy- 
stems bewirkt wird. 

4S 

4. Verfahren nach Anspruch 1 , 

dadurch gekennzeichnet, dai3 als eine gelo- 
ste Substanz ein Polymer verwendet wird, des- 
sen Losbarkeit in Wasser stark von der Tem- 
peratur abhangt, und daJ3 die Umwandlung der so 
Tropfen in eine teste Form durch KOhlen des 
Systems bewirkt wird. 

5. Verfahren nach Anspruch 1 , 

dadurch gekennzeichnet, daB als eine geld- 55 
ste Substanz ein Polymer verwendet wird, das 
Hydroxyl-Gruppen und/oder Aminogruppen 
oder Gruppen aufweist, die die Struktur CH 2 = 



CH- enthalten, und daJ3 die Umwandlung der 
Tropfen in eine feste Form mit Hilfe elner 
Vemetzungsreaktion bewirkt wird. 

6. Verfahren nach Anspruch 1, 

dadurch gekennzeichnet, daB als eine gel6- 
ste Substanz ein Polymer verwendet wird, des- 
sen Ldslichkeit stark von dem pH-Wert ab- 
hangt, und dafl die Umwandlung der Tropfen 
in eine feste Form durch Andern des pH- 
Wertes der dispergierten Phase bewirkt wird. 

7. Verfahren nach Anspruch 1 , 

dadurch gekennzeichnet, daB als eine gelo- 
ste Substanz ein Polymer verwendet wird, das 
ein ochwerlosiiches Salz mit einem Gag anion, 
vorzugsweise einem ungiftigen Gegenion bil- 
det, und daB die Umwandlung der Tropfen in 
eine feste Form durch HinzufOgen dieses Ge- 
genions zu dem System bewirkt wird. 

8. Verfahren nach Anspruch 1 , 

dadurch gekennzeichnet, da/3 als eine gelo- 
ste Substanz zumindestens eine Substanz ver- 
-wendet wird, die eine Komponente in einem 
System von zumindestens zwei Substanzen 
bildet, die miteinander reagieren, um eine Kon- 
jungation oder einen Komplex zu bilden, der in 
einem wassrigen Medium umlosbar ist, und 
daB die Umwandlung der Tropfen in eine feste 
Form mit Hilfe der Qbrigen Komponenten des 
Systems bewirkt wird. 

9. Verfahren nach Anspruch 1 , 

dadurch gekennzeichnet, daB die Umwand- 
lung der Tropfen in eine feste Form durch 
Abspalten von hydrophilen Substituenten von 
der gelosten Substanz und/oder durch EinfUh- 
ren von hydrophoben Substituenten in die ge- 
iciste Substanz bewirkt wird. 

10. Verfahren nach einem der vorhergehenden An- 
sprUche, 

dadurch gekennzeichnet, daB eine oder meh- 
rere Substanzen, vorzugsweise makromoleku- 
lare Substanzen, die wahrend der Umwandlung 
der Tropfen in feste Form inert sind, als gelo- 
ste Substanzen in der dispergierten Phase ent- 
halten sind und in den Partikeln wahrend deren 
Bildung eingeschlossen oder eingefangen wer- 
den, oder daB vollstandige Zelfen, Zellorganel- 
len oder feste Partikel oder kleine Oltropfen in 
der dispergierten Phase dispergiert sind und in 
den Partikeln eingekapselt werden, wahrend 
diese gebildet werden. 
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